No.
	Dilution of Glycerine. Vol. of Glycerine to Water.
	c.cm. per 50 g. lead oxide.
	Behaviour on hardening.
	Breaking Weight.
	
				Grammes.
	After days.

1
	10 : 60
	6
	Is not a good harden-
	_
	


	
	
	ing mass ;   scarcely
	
	


	
	
	coherent.
	
	

2
	10 : 40
	6
	Somewhat harder, but
	-
	-


	
	
	easily   crushed   be-
	
	


	
	
	tween the fingers.
	
	

3
	10 : 30
	6
	Distinctly harder than
	-
	-


	
	
	2, but not yet satis-
	
	


	
	
	factory.
	
	

4
	10 : 20
	6
	After standing for se-
	550
	4


	
	
	veral days, can still
	
	


	
	
	he easily cut.
	
	

" 5
	10 : 10
	7
	More solid than 4 but
	-
	


	i
	
	less so than 6.
	
	

6
	10 : 10
	5
	Distinctly more   solid
	-
	


	
	
	than 5.    In the form
	
	


	
	
	of small, slightly re-
	
	


	
	
	sonant plates, quick-
	
	


	
	
	ly  sets, difficult  to
	
	


	
	
	mix.
	
	

7
	10:   6
	6
	Fairly   hard,  and  al-
	800
	4


	
	
	ready shows a clean
	
	


	
	
	cut.
	
	

8
	10 :   4
	5
	Hardened in 10 min. ;
	1700
	4


	
	
	after   2  hours  very
	
	


	
	
	solid,    difficult    to
	
	


	
	
	mix.
	
	

9
	10 :   4
	6
	After   2   hours   more
	2020
	4


	
	
	solid than any other
	
	


	
	
	mass,  hardens  just
	
	


	
	
	as quickly.
	
	

10
	10 :   4
	7
	In 10 min.  tenacious
	1550
	4


	
	
	and binding, and in
	
	


	
	
	2 hours very solid.
	
	

11
	Cone. glyc.
	-     7-5
	After 3 hours not suffi-
	1100
	4


	
	
	ci e ntly hardened,
	
	


	
	
	but  in  a  few days
	
	


	
	
	fairly hard.
	
	

12
	-.,
	7
	The same almost as 11.
	/1020
 1 1750
	3
 6

13
	j
	6
	Hardens in  a shorter
	/2070
	3


	
	
	time than 12 and is
	11540
	(5


	
	
	more solid.
	
	

14
	11
	5
	After 10 min. already
	3080
	6


	
	
	particularly     tough
	
	


	
	
	and in 20-80 min. is
	
	


	
	
	solid.
	
	

